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"Dry powder inhaler excipient. process for its preparation and 
pharmaceutical compositions containing it" 

The present invention relates to a new pharmaceutical 
excipient which may be used in the formulation of dry powder inhaler 
5 compositions, to process for its preparation and to the so formulated 
pharmaceutical compositions. 

The administration of active ingredients by inhalation has 
been used and recognised as a valuable technique for many years. 
Since the drug acts directly on the target organ, much smaller quantities 
10 of the active ingredient (when compared with oral route) may be used for 
obtaining the same activity, with at least the same duration of action and 
""^'riiijBh f^Wer side effects due to the systemic absorption. 

The three delivery systems available for allowing a 
pulmonary administration are nebulizers, pressurized metered dose 
1 5 inhalers (PMDIs) and dry powder inhalers (DPIs)." 

Nebulizers are effective but expensive, bulky and require a 
relatively long time of administration. As a result, they are mainly used in 
hospitals. 

PMDIs were from far the most popular inhalation systems in 
20 the last two decades but present several disadvantages. They require a 
* good coordination between actuation and inhalation what can be difficult 
for some patients. The respirable fraction that they allow to obtain is 
quite low (about 10 %). And last but not least, their destructive effect on 
the ozone layer will led in a very close future to their complete removing. 
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Now are appearing the first CFCs free PMDIs containing HFAs gases 
(hydrofluoroalkanes). 

A variety of DPIs have been developed in the past few 
years and since DPIs rely on the inspiratory effort of the patient to 
produce a fine cloud of doig particles, the coordination problem 
associated with the use of MDls does not apply. But, consequently, the 
quantity of the drug deposited in the lungs is dependent on the airflow. 
This dependence must be as low as possible for instance by improving 
the aerodynamic properties of the device and/or the quality of the 
formulation. There are two main kinds of DPIs (I) monodose DPIs in 
which the doses of active ingredient (mixed or not with an excipient) are 
preseparated by filling in- individual gelatine capsules and (ii) multidose 
DPIs in which the drug (mixed or not with an excipient) is filled into a 
reservoir, the amount of drug delivered per actuation being controlled by 
a dosing chamber. A DPI's formulation typically presents a contradiction. 
.lndead,,^JtJs usually considered that for reaching the lungs, particle size 
must be; smaller than 6 micrometers and to reach the deep regions of the 
lungs (bronchioles and alveoles), particle size must be smaller than 
2 micrometers. Such micronized powders are very cohesive due to the 
numerous interparticles interactions occurring between them:' This may 
cause an unreproducible filling of the gelatine capsules and/or 
incomplete output of the drug from the device, this is the reason why the 
active ingredient is either pelletized or mixed with a coarse excipient. 

The lung deposition of a drug administered with a dry 
powder^ irihaler (DPI) is influenced by three kinds of parameters: the 
patient, the device and the formulation. Concerning the patient, the 
formu later must guarantee that the category of patients targeted will 
have a sufficient respiratory capacity to reach the wished amount of drug 
in the lung. Furthermore, the inhalation system has to be simple to use 
for allowing a good compliance from the patient. Nevertheless the patient 
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must be duly trained to the inhalation technique. The choice of the 
inhalation device is of course important. The ideal device will be simple 
to use. portable, cheap, multidose, must allow to obtain a high 
respiratory fraction in a reproducible way, must possess a protecting 
5 system against an eventual overdosage, must be as low as possible 
dependent on the inhalation flow. It is clear that ideally each formulation 
must be optimized in function of the nature and the amount of active 
ingredient, the device and the category of patients targeted. The 
formulator has several parameters to play on for optimizing the 

10 formulation. The first condition for obtaining a high lung deposition is to 
possess a powder with a high percentage of respirable particles. The 
parameters influencing the lung deposition are the following: nature, 
size, shape and surface properties of the carrier particles, ratio between 
the active ingredient and the carrier, total amount in the capsule or in the 

15 dosing chamber, humidity and electrostatic forces. The physical 
characteristics of the excipient are from far the most important, factor. 
Usually an inert water soluble, free flowing, coarse excipient is used as 
carrier. Most often, a-lactose is used but other mono- or disacchahdes 
may be used. The principal interest of adding this excipient is to increase 

20 the flowability of the powder. Indeed, the micronized powders' present a 
high number of interparticular interactions and are consequently very 
cohesive what can provoke a bad capsule filling in case of monodose 
devices, a bad output of the drug from the device due to the 
cohesiveness of the powder or a too low respiratory fraction due to the 

2 5 formation of agglomerates of active ingredients which are no more able 
to reach the lungs due to their too large dimensions. On the other hand, 
the bond between the carrier and the drug must be reversible during the 
inhalation for allowing the redispersion of the respirable active particles. 
This redispersion ideally occurs within the inhaler before the penetration 

30 in the mouth and is caused by the high turbulences created into the 
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device by the patient's inhalation. Once the drug and the carrier are 
separated, their deposition in the different sites of the respiratory tract 
will depend on their size and mass and will be governed" by inertial 
phenomenons. Ideally, excipient particles must deposite in the oro- 
5 pharyngeal region while the higher fraction possible of the drug must 
reach the deep lungs. 

The most important parameters of for example a-lactose 
grains are the nature, the size, the flowability (Hausner ratio or angle of 
repose) and the rugosity which play a role in the strength of the bond 

1 0 between a-lactose and drug. 

As it is well known, the surface characteristics of individual 
particles of the excipient may be modified by such conventional 
techniques as crystallization, spray drying and precipitation. For that 
purpose, patent application WO n° 91/11179 is directed to crystalline 

15 sugars such as a-lactose comprising particles having a rugosity of less 

than: 1(75, which are useful in - dry-_ po\Ader -inhaler-- compositions. 

However, these crystalline excipients do riot bind the active ingredient 
sufficiently strongly and generally give a mixture which is not stable and 
which segregates during handling and filling.' On the contrary, the 

20 conventional excipients the rugosity of which is greater than 2.0, and 
particularty spray dried a-lactose monohydrate the rugosity of which is 
comprised between 2.4 and 2.8, may provoke a partially irreversible 
bond with the pharmaceutically active material with which it is 
formulated. 

25 One of the aims of the present invention is consequently to 

overcome the above-mentioned drawbacks and to provide a novel form 
of particulate pharmaceutical excipient suitable for use in dry powder 
inhaler compositions, as polyvalent as possible allowing to obtain a high 
dose of the active ingredient in the lungs with a low variation between 

30 the inhalation device and the patients. 
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To this end. according to the invention, the excipient 
comprises a particulate roller-dried anhydrous p-lactose. 

Advantageously, the roller-dried p-Iactose particles have a 
size between 50 and 250 micrometers, preferably between 100 and 160 
5 micrometers, and a rugosity comprised between 1 .9 and 2.4. 

It is also an object of the present invention to provide a 
process for preparing said roller-dried p-lactose excipient as well as the 
dry powder inhaler compositions obtained by mixing any suitable active 
ingredient or pharmacological agent with such particulate roller-dried p- 
10 lactose. 

Further details and features of the invention will be evident 
from the detailed description given below of several particular 
embodiments of the invention. 

As has already indicated above, the present invention 
15 mainly relates to the nature of the lactose particles used as excipient in 
. -. Jhe formulation of dry powder inhaler compositions- and to the so 
obtained pharmaceutical compositions. " 

This lactose is an anhydrous roller-dried p-lactose, which is 
usually specifically used for direct compression and wet granulation 
20 thanks to its ability of being fragmented during compression so forming a 
high potential binding surface area. Such a form of p-lactose is for 
example obtained from DMV International under the trade designation 
Pharmatose DCL 21 . 
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The structural formula of lactose is given hereinunder : 
Structural formula of a-lactose 



H OH *ciy)H 
Jc ^^C . J 0 




As shown hereinbelow, the differences between the two isomeric forms a 
and p rely on the configuration of the hydroxy) group on the glucose 
molecule; 



Forms of a and p lactose showing the glucose residue 




Each form exist in a crystalline state a as a monohydrate 
and p anhydrous (plus an amorphous form which is a mixture of a and p). 
In aqueous solution a and p exist in equilibrium containing approximately 
63 % of the p form. 

25 - : Following the conditions of crystallisation, it will be obtained 

less or more of the a or of the p form. For obtaining a maximum of p 
form, all the crystallization has to be done above 93.5 ""C. 

The p-lactose used in the present invention is roller-dried. It 
is actually a lactose manufactured by the classical way including at least 
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the following steps: evaporation - crystallisation - separation - washing- 
drying - sieving. But. once the lactose is produced in a powder form, it is 
redissolved in demineralised water, fed between two counterrotating 
drums, which are steam heated. The dried lactose is then screeped from 
5 the surface of the drums by knives. This particular type of lactose 
provides adequate surface properties for being used in dry powder 
inhaler formulations, e.g. able to form reversible bonds with 
pharmacological active ingredients. So this invention consist first of all in 
the use of a type of lactose, usually reserved for wet granulation and 

10 direct compression, for DPI formulations. 

It must also be noted that the low water content of 
anhydrous p-lactose (< 1'%) compared to a-lactose monohydrate may be 
particularly advantageous when the active ingredient is highly 
hygroscopic and sensitive to moisture even if this molecule of water is 

15 an integrating part of the lactose molecule and is not easily released at 
: : ; „)9W , temperature. Examples of. pharmacologicaL agents, . which, can. be-. 

< :..,r^ I usefully mixed with the roller-dried p-lactose are the mucolytics, steroids, 
sympathomimetics, proteins, peptides and inhibitors of mediator's 
release. A specific example of mucolytic substance which may be used in 

20 the preparation of DPI compositions of the present invention is the L- 
lysine N-acetylcysteinate. L-lysine N-acetylcysteinate is a mucolytic and 
antioxidant drug presenting interesting properties in chronic lung 
diseases with hypertension like cystic fibrosis and chronic obstructive 
pulmonary disease. As is it well known, the active ingredient will be 

,25 a particulate solid with a particle diameter preferably comprised 

between 0.5 and 6 micrometers in order to obtain a high lung deposition 
of it. 

While not wishing to be bound by any theory, the fact that 
the roller-dried anhydrous p-lactose gives better results than the 
30 conventional a-lactose excipients, and more particularly than the spray- 



wo 98/50015 - PCT/BE98/0QD64 

-8- 

dried monohydrate a-lactose could be explained by more adequate 
surface properties for the roller-dried p-lactose which allows to obtain 
adequate binding forces between the drug and the excipient or carrier. 
These binding forces are essentially governed by the surface roughness 
5 (rugosity) of excipient particles. This rugosity is defined as the ratio 
between the surface area (derived from air permeability) to the 
theoretical external surface (assuming that all particles are spherical). 
Indeed the excipient must bind the active ingredient sufficiently strongly 
for allowing to obtain a stable and homogeneous mix which does not 

10 segregate during handling and filling. On the other hand, the link 
between drug and excipient may not be too strong in order that the 
individual drug particles may be redispersed during inhalation. Contrary 
to the above-mentioned patent application WO n** 91/11179 which 
describes the use of a recrystallized a-lactose of very low rugosity (1 .75), 

15 the anhydrous roller- dried p-Iactose used according to the present 

r.r-.^,f^ w:ifLveotipn has a relatively high rugosity comprised ^between 1 .9. and 2.4 
. .. .This value is however inferior to this obtained with spray-dried a-lactose 
monohydrate which is comprised between 2.4 and 2.8. As already 
mentioned the higher rugosity of spray-dried a-Iactose compared with 

20 roller-dried 3-lactose may provoke a partially in^eversible bond between 
lactose and drug, what may explain the lower lung deposition results of 
the spray-dried a-lactose monohydrate compared to the roller-dried 
anhydrous p-Iactose, as it will be exemplified hereinafter. 

As also indicated earlier the roller-dried p-Iactose particles 

25 have preferably a size within the range of 50 to 250 micrometers and 
more preferably within the range of 100 to 160 micrometers. 

The weight ratio of active ingredient to p-Iactose excipient 
may vary depending upon the active ingredient used and in terms of its 
degree of activity. The optimum ratio v/ill depend also upon the nature of 
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the dnjg. In any way, it has been found that the use of weight ratios of 
active ingredient in relation to p-lactose excipient of from 0.1/100 to 
50/100, provides satisfactory results. 

The invention will now be illustrated in further detail by the 
5 following non-Iimitating Examples. 

Example 1 

For proving its usefulness in dry powder formulations for 
inhalation, the roller-dried anhydrous p-lactose was compared with (i) a 
325 mesh monohydrate crystalline a-lactose (which is the lactose usually 
10 used for DPI formulations), (ii) a coarser monohydrate crystalline a- 
lactose and (iii) a coarser spray-dried hydrous a-lactose. For this 
purpose, a formulation of' 6 mg of L-lysine N-acetyl cysteinate (NAL) and 
24 mg of the different lactose types were done and assessed in vitro on 
the 2 stages Twin Impinger at 60 l/min. The device used was the 
15 monodose Miat Inhaler 

Both the spray-dried and the roller^dried Jactose^ere found 
: to be superior in term of deposition than was the crystalline a-lactose 
probably because of more adequate surface properties. The results are 
shown in Table 1 . 
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Example 2 

For founding the optimal granulometric range of lactose 
particles, three size (63-90 pm, 90-125 pm and 100-160 pm) ranges 
were assessed in vitro (Tl) with both spray-dried and roller dried lactose. 
5 For this purpose, the various lactose were sieved twice successively on 
the appropriate sieves and the granulometric distribution was checked 
using the laser diffraction analysis (Mastersizer X, Malvern). The 
respiratory fraction increases with the excipient size. The roller-dried 
lactose of 100-160 pm was found to be the best excipient for NAL. The 
10 results are shown in Table 2. 
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The fact that the granulometric range of 100-160 \jm has 
given the best results in term of deposition may be explained by the 
differences in flowability (represented by the Hausner ratio) between the 
various size ranges of lactose tested as described in Table 3. The 
5 coarsest the lactose (in the range tested), the best is the flowability ( and 
the lowest is the Hausner ratio). 



Table 3 



Granulometric range of roller-dried 


Hausner ratio 


anhydrous (J-lactose (jjm) 




125-160 


1.14 


90-125 


1.16 


75-90 


1.33 


63-75 


1.49 



Another adv antage, of using, a co arse ex cipignt . in DPI 
10 formulations is that practically no lactose may Yeach the lungs in this 
case, indeed, when the formulations using 63-90, 90-125 or 100-160 pm 
lactose are tested in vitro on the two stages Twin Impinger at 60 L/min, 
no lactose is detectable on the lower stage of the Tl, y^hile when 
conventional lactose of 325 mesh is tested in the sam^ conditions, 
15 between 1 to 5 % of lactose is able to reach the lower stage of the Tl. 
This lung deposition of lactose may be responsible for some irritants 
effects of DPI formulations. 

Example 3 

The last parameter to optimize is the ratio between drug 
20 and p-iactose. Mixtures of NALVp-lactose were realized from 1:2 to 1:6 
(higher dilutions were not realistic because the therapeutical lung dose 
of NAL could not be reached) and assessed on the 2 stages Twin 
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Impinger using 30 mg of powder for each mixture. Mixtures from 1:2 to 
1:4 were found to give the best results. The mixture 1:4 is definitely 
considered as the best as it is the only one who allows to oblain a high 
respirabie fraction with keeping an acceptable flowability. The results dre 
5 indicated in Table 4. 
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Electron micrographs of a selection of the above powders 
are shown in the accompanying Figures. In Figures 2 and 3, the 
magnification and an approximate scale is given. 

Figure 1 represents a picture taken by scanning electron 
5 microscopy (SEM) of a) the spray-dried a-lactose monohydrate and b) 
the roller-dried anhydrous p-lactose. It is well visible that there are 
significative differences between both types of lactose. The roller-dried 
P-Iactose particles are less spherical and show a slightly smoother 
surface than the spray-dried lactose (what is a visual confirmation of the 
1 0 rugosity measurement). 

Figure 2 shows a picture taken by SEM of a grain of the 
roller-dried anhydrous p-Iactose recovered by micronized particles of 
NAL. 

Figure 3 represents a wider view of the picture of Figure 2. 
15 The mapping of the sulphur atom on this picture shows to what extent 

J-rp r::= = ;NALj5.welLt'xed on the p-Iactose grajnsT:r:7v~--:r-rr-r- -zr- - - 

'■-.^^^■r An in vi vb'depositbri' study "has" been" also reaH on 6 
volunteers to confirm the high respirable fraction obtained with the 
formulation. The mean lung deposition was superior to 30% and. the lung 
2 0 penetration of the drug was good. 

All the results described hereinabove were obtained by 
using the monodose Miat Inhaler. For proving that this kind of 
formulations is relatively polyvalent and not strictly developed for one 
device type, some tests were performed on a multidose DPI device. The 
25 .formulation used was as follows : 
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NAL / roller dried anhydrous p-Iactose (100-160 pm) 1:4. 
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When tested on the Tl at 60 l/min, the respirable fraction (in 
proportion of the nominal dose) obtained with this device was of 
33±3%(n=10). 

Example 4 

5 a) Budesonide 

The therapeutical dose of the corticosteroid budesonide is 
very low. The nominal dose usually recommended is between 200 and 
400 pg. The device used in the in vitro deposition tests with budesonide 
is the Miat multidose inhaler. It is completely different from the monodose 
10 device used for NAL as this last was a monodose capsule system 
whereas the multidose inhaler is a reservoir system working with a 
dosing chamber for administering the required dose of active ingredient. 

Budesonide was assayed using the HPLC described in the 
European Pharmacopoeia 3'"* edition. 1997. 
15 A mixture of budesonide with roller-dried anhydrous p- 

'^-i Jact6sej( 1 00:1 SOprn.) was reajjzgct^^ emitted/puff^ 
Js- about 3 mg what means approximately 30bpg of budesonide/puff. 
When tested at 60 L/min, the respirable fraction eg the fraction <6.8 pm 
in comparison with the nominal dose was of 28.7 ± 3.4 %. 
20 The same formulation has been tested in/ the same 

conditions with another multidose device : the Ciickhaler® ( ML 
Laboratories). The respirable fraction was of 27.9 ± 4.5 %, 
b) Salbutamol 

Salbutamoi or albuterol is a p2-agonist widely used as 
25 bronchodilatator agent in asthma and copd. The therapeutical nominal 
dose by inhalation is of 1 00-200 pg. The device used is the Miat 
Multidose Inhaler. 

Salbutamol was assayed using a spectrophotometric 
method. A mixture of salbutamol with roller-dried anhydrous p-lactose 
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(100-160 fjm) was realized in the ratio 1:19. The dose emitted / puff is 
about 3 mg what means approximately 150 p g of salbutamol/puff. When 
tested at 60 L/min. the respirable fraction eg the fraction <6.8 pm in 
comparison with the nominal dose was of 31.2 ± 5.7 %. 
5 c) Sodium cromoqivcate fSCG) 

Sodium cromoglycate is a prophylactic agent widely used in 
the chronic treatment of asthma. The therapeutical nominal dose usuall 
used is of about 20 mg. 

Sodium chromoglycate was assayed using a 

10 spectrophotometric method. A mixture of micronized SCG with roller- 
dried anhydrous p-lactose (100-160 pm) was realized in the ratio 1:2. 
The Monodose Miat Inhaler was for performing the in vitro deposition 
tests. 60 mg of the mix (corresponding to 20 mgf of SCG) has been put 
into N° 3 hard gelatin capsules. 

1 5 The in vitro deposition (represented by the Mass Median 

^___:.._Aerod;^^^ Diameter or MMAD). of^hencaiDS^^^ 

of micronized sodium cromoglycate fixed'on roller-dried lactose DCL21 
(100-160 pm) in the ratio 1:2. has been assessed at various airflow from 
40 L/min up to 100 L/min and compared with the commercial Lomudal 

20 Spincaps® (Fisons). The apparatus used for assessing the deposition is 
the Multistage Liquid Impringer. / 

Table 5 hereinbelow gives the airflow influence on the 
MMAD and on the pulmonary fraction (PF %) for both formulations. 
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Table 5 



Airflow rate 


MMAD (pm) 


MMAD (pm) 


PF% 


PF% 


(L/min) 


Roller-dried 


Lomudal 


Roller-dried 


Lomudal 




lactose 


Spincaps 


lactose 


Spincaps 


40 


2.63 


3.09 


30.86 


7.61 


60 


2.25 


2.31 


32.30 


14.45 


80 


2.25 


1.98 


29.30 


19.21 


100 


2.14 


1.69 


25.73 


27.88 



The very low dependence to the airflow presented by the 
formulation using roller-dried lactose guarantees that the lung deposition 
5 of SCG will be approximately the same for mild, moderately and severely 
ill patients (25 to 30 %) while the situation is completely different with 
Lomudal Spincaps. Indeed, this kind of formulation gives a lung 
deposition of SCG 4 times superior when teted at 100 L/min in 
comparison to the test at 40 L/min corresponding to a very high intra and 
ro'^-?': iHteY'i^ubject variatiohVThis'JirustrSes^^ - 
DPI formulation using roller-dried p-anhydrous lactose. 

The foregoing is merely illustrative of the invention and is 
not intended to limit it to the disclosed excipients. methods and 
compositions. Many variations and changes which are obvious to one 
15 skilled in the art are intended to be within the scope and nature of the 
invention which are defined in the appended claims. 
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CLAIMS 

1.A pharmaceutical excipient useful in the formulation of 
dry powder inhaler compositions, characterized in that it comprises a 
particulate roller-dried anhydrous p-lactose. 
5 2. An excipient according to claim 1 . characterized in that 

the roller-dried p-lactose particles have a size between 50 and 250 
micrometers. 

3. An excipient according to claim 2, characterized in that 
said particles have a size comprised between 100 and 160 micrometers. 
10 4. An excipient according to any of claims 1 to 3, 

characterized in that said particulate roller-dried anhydrous p-lactose 
has a rugosity comprised "between 1.9 and 2,4. 

5. A dry powder inhaler pharmaceutical composition, 
characterized in that it comprises a mixture of an active ingredient and 
15 an excipient as claimed in any one of claims 1 to 4. 
■r - . -3 - — 6. A composition:accgrding 

- the active' ingredient is a parti culale solid with ' a particle^ diameter 
comprised between 0.5 and 6 micrometers, 

7. A composition according to either of claims 5 and 6, 
20 characterized in that the weight ratio of the active ingredient in felation to 

the excipient is of from 0. 1 /1 00 to 50/1 00. 

8. A composition according to any of claims 5 to 7, 
characterized in that the active ingredient is selected from the group 
comprising mucolytics, steroids, sympathomimetics, proteins, peptides 

25 and inhibitors of mediator's release. 

9. A composition according to claim 8, characterized in that 
the active ingredient is a mucolytic agent such as L-Iysine N- 
acetylcysteinate. 

10. A composition according to claim 9, characterized in 
30 that it comprises a mixture of particulate L-lysine N-acetylcysteinate and 
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roller-dried anhydrous p-lactose constituted by particles of 100 to 160 
micrometers in size and of 1.9 to 2.4 in rugosity, the weight ratio of L- 
lysine N-acetylcysteinate in relation to the roller-dried anhydrous p- 
lactose being of from 1/2 to 1/6. 
5 11. A composition according to claim 9, characterized in 

that the weight ratio of L-lysine N-acethylcysteinate in relation to the 
roller-dried anhydrous p-lactose is comprised between 1/2 and 1/4. 

12. A composition according to claim 11. characterized in 
that said weight ratio is of the order of 1/4. 
10 1 3. A process for the preparation of an excipient as claimed 

in any one of claims 1 to 4, characterized in that anhydrous p-lactose in 
a powder form is dissolved in demineralised water, fed between two 
counterrotating drums, which are steam heated and then screeped from 
the surface of the drums. 
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AMENDED CLAIMS 

[received by "the International Bureau on 20 October 1998 (20.10,98); 
original claims 1,2,4,10,11 and 13 amended; remaining claims unchanged 

(2 pages)] 

1. A pharmaceutical exdpient usefui in the formulation of 
dry powder inhaler compositions, characterized in that it comprises a 
particulate roiier^iried anhydrous^-lactose. 
5 2. An excipient according to claim 1, characterized in that 

the roller<lried\i{^aclose particles have a size between 50 and 250 
micrometers. 

3. An excipient according to claim 2, characterized in that 
said particles have a size comprised between 100 and 160 micrometers. 
10 4. An exdpient according to any of claims 1 to 3. 

characterized in that said particulate roller-dried anhydrous ^-lactose 
has a rugosity comprised between 1 .9 and 2,4. 

5. A dry powder inhaler pharmaceutical composition, 
characterized in that it comprises a mbcture of an active ingredient and 
15 an excipient as claimed in any one of claims 1 to 4. 

the active ingredient is a particulate solid with a particle diameter 
comprised between 0.5 and 6 micrometers. 

7. A composition according to either of claims 5 and 6, 
20 characterized in that the weight ratio of the active ingredient in relation to 

the excipient is of from 0. 1 /1 00 to 50/1 00. 

8. A composition according to any of claims 5 to 7, 
characterized in that the active ingredient is selected from the group 
comprising mucolytics, steroids, sympathomimetics, proteins, peptides 

2 5 and inhibitors of mediator's release. 

9. A composition according to claim 8, characterized in that 
the active ingredient is a mucolytic agent such as L-lysine N- 
acetylcysteinate. 

10. A composition according to claim 9. characterized In 
30 that it comprises a mixture of particulate L-lysine N-acetylcysteinate and 
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roller-<lried anhydrous ^-lactose constituted by particles of 100 to 160 
micrometers in size and of 1.9 to 2,4 in rugosity, the weight ratio of L- 
lysine N-acetylcysteinate in relation to the roller-dried anhydrous^ 
lactose being of from 1/2 to 1/6. 

5 11. A composition according to claim 9, characterized in 

that the weight ratio of L-lysine N-ac6thyIcysteinate in relation to the 
roller-dried anhydrous)il^lactose is comprised between 1/2 and 1/4. 

12. A composition according to claim 11, characterized in 
that said weight ratio is of the order of 1/4. 

10 1 3. A process for the preparation of an excipient as claimed 

in any one of claims 1 to 4, characterized in that anhydrous^lactose in 
a powder form is dissolved in demineralised water, fed between two 
counterrotating drums, which are steam heated and then screeped from 
the surface of the drums. 

15 
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